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(54) Polishing composition and polishing process 



(57) Object: To provide a polishing composition 
which is capable of polishing a lantalunn-containing 
compound at a high stock removal rate and whereby the 
copper surface after polishing is scarcely corroded, and 
to provide a polishing process where dishing can be 
minimized. Means to accomplish the object: A polishing 
composition comprising an abrasive, oxalic acid, an eth- 
ylenediamine derivative, a benzotriazole derivative and 
water and not containing an oxidizing agent, and a pol- 
ishing composition comprising ah abrasive, oxalic acid, 
an ethylenediamine derivative, a benzotriazole deriva- 
tive, water and hydrogen peroxide- 
Further, a polishing process for forming a copper 



printed wiring, which is a polishing process for a semi- 
conductor device and which comprises a first polishing 
step wherein polishing is completed immediately before 
reaching a barrier layer while a copper layer still slightly 
remains, and second and third polishing steps wherein 
the remaining copper layer and the barrier layer are pol- 
ished, wherein in the second polishing step, a polishing 
composition containing hydrogen peroxide is used and 
all the copper layer to be removed, is removed by pol- 
ishing, and then, in the third polishing step, a polishing 
composition not containing hydrogen peroxide is used 
and all the barrier layer to be removed, is removed by 
polishing. 
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Description 

BACKGROUND OF THE INVENTION 
FIELD OF THE INVENTION 



[0001] The present invention relates to a polishing composition to be used for polishing for planarization of the surface 
of senniconductors. f^ore particularly, it relates to a polishing composition useful for forming an excellent polished 
surface having an excellent planarization characteristic in polishing for planarization of the surface containing copper 
10 and tantalum or a tantalum-containing compound, and a polishing process employing this composition. 

PRIOR ART 

[0002] Progress of so-called high technology products including computers has been remarkable In recent years. 
15 and parts to be used for such products, such as ULSI, have been developed for high integration and high speed, year 
after year Along with such progress, the design rule for semiconductor devices has been progressively refined year 
after year, the depth of locus in a process lor producing devices tends to be shallow, and planarization required for the 
pattern-forming surface tends to be increasingly severe. 

[0003] Further, to cope with an increase in resistance of the wiring due to refinement of the wiring. It has been studied 
20 lo employ copper wiring instead of tungsten wiring and aluminum wiring, as the wiring material. 

[0004] By its nature, copper is hardly processable by etching, and accordingly, it requires the following process. 
Namely, after forming wiring grooves and perforations on an insulating layer, copper wirings are formed by sputtering 
or plating, and then an unnecessary copper layer deposited on the insulating layer is removed by chemical mechanical 
polishing (hereinafter referred to as CMP) which is a combination of mechanical polishing and chemical polishing. 
25 [0005] However, in such a process, it may happen that copper atoms will diffuse into the insulating layer to deteriorate 
the device properties. Therefore, for the purpose of preventing diffusion of copper atoms, it has been studied to provide 
a barrier layer on the insulating layer having wiring grooves or perforations formed. As a material for such a barrier 
layer metal tantalum or a tantalum-containing compound (hereinafter will generally be referred to as a tantalum-con- 
taining compound) is most suitable also from the viewpoint of the reliability of the device and is expected to be employed 
30 mostly in the future. 

[0006] Accordingly, in such a CMP process for a semiconductor device containing such a copper layer and a tantalum- 
containing compound, firstly the copper layer as the outermost layer and then the tantalum-containing compound layer 
as the barrier layer, are polished, respectively, and polishing will be completed when it has reached the insulating layer 
of e.g. silicon dioxide or silicon trifluoride. 

35 

PROBLEM TO BE SOLVED BY THE INVENTION 

[0007] In such a CMP process for forming copper wirings, the following problems exist. Namely, the most serious 
problems may be such that the copper wirings after polishing are recessed as compared with the insulating layer (so- 
40 called dishing), and a portion where wirings are densely formed, is recessed as compared with other portions (so- 
called erosion). As an ideal process, it is desired that by using only one type of a polishing composition, the copper 
layer and the tantalum-containing compound layer are uniformly removed by polishing in a single polishing step, and 
polishing will be completed certainly when it has reached the insulating layer 

[0008] However, copper and a tantalum-containing compound are different in their hardness, chemical stability and 
45 other mechanical properties and accordingly in the processability, and thus, it is difficult to adopt such an ideal polishing 
process. Accordingly, the following two or three step polishing process (hereinafter referred to as two step polishing 
or three step polishing) is being studied. 

[0009] Such two step polishing or three step polishing will bring about a cumbersomeness such that CMP processing 
conditions have to be set for the respective steps, and an increase of costs due to the cumbersomeness. Accordingly 
50 it has been desired to employ as small a number of types of the polishing compositions as possible which are suitable 
for CMP processing of both copper and the tantalum -containing compound and to selectively control the CMP process- 
ing conditions by a means not to accompany an increase of costs. 

[0010] Conventional two step polishing or three step polishing is generally classified into the following two types 
depending upon the first polishing step (hereinafter referred to as first polishing) and the second polishing step (here- 
55 inafter referred to as second polishing). 

[0011] Firstly, the first type is such that in the first polishing, using a polishing composition capable of polishing a 
copper layer at a high efficiency, the copper layer is polished using e.g. a tantalum-containing compound layer as a 
stopper until such a tantalum-containing compound layer is reached. Then, in the second polishing, using a polishing 
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composition capable of polishing nr^ainly the tantalum-containing compound at a high efficiency, the tantalum-containing 
compound layer is polished until the insulating layer is reached. (Hereinafter, this method will be referred to as an 
overpolishing method.) Further, if necessary, in a third polishing step (hereinafter referred to as third polishing), polishing 
defects (hereinafter referred to as scratches) may be mainly mended, and the insulating layer may be polished to 
5 reduce the dishing. 

[0012] On the other hand, the second type is such that in the first polishing, for the purpose of not forming various 
surface damages such as erosion, dishing, etc., on the copper layer surface, polishtng is terminated immediately before 
reaching the tantalum-containing compound layer i.e. while a copper layer still slightly remains, and then, in the second 
polishing, the remaining thin copper layer and the tantalum-containing compound layer are continuously polished, and 
10 polishing is completed when it has reached the insulating layer (Hereinafter, this method will be referred to as an 
underpolishing method.) Further, as mentioned above, if necessary, in a third polishing, scratches may be mainly 
mended, and the insulating layer may be polished to reduce the dishing. 

[0013] Further, the polishing composition to be used in the first polishing is required to have a property such that it 

is capable of polishing the copper layer at a high stock removal rate. With respect to such a polishing composition for 
■ IS a copper layer, for example, JP-A-07-233485 discloses a polishing liquid for a copper type metal layer, which comprises 

at least one organic acid selected from the group consisting of aminoacetic acid and amidesulfuric acid, an oxidizing 

agent and water, and a method for producing a semiconductor device using such a polishing liquid. 

[0014] If this polishing liquid is used for polishing a copper layer, a relatively high stock removal rate is obtainable. 

It is believed that copper atoms on the copper layer surface become copper ions, and such copper ions are taken Into 
20 a chelate compound, whereby a high slock removal rale can be obtained. Such a polishing composition is considered 

to be useful for the first polishing. 

[0015] However, an ideal polishing composition which is useful for polishing a tantalum-containing compound layer 
i.e. for the second polishing, has not heretofore been proposed for the CI^P process based on the above concept. 
Under these circumstances, the present inventors have previously proposed a polishing composition comprising an 

25 abrasive, an oxidizing agent capable of oxidizing tantalum, a reducing agent capable of reducing tantalum oxide and 
water, and a polishing method employing it in JP10-342106. By this invention, a tantalum-containing compound can 
be polished certainly at a high stock removal rate, and this polishing composition can be used for the second polishing. 
[0016] However, when polishing is carried out by mjeans of a polishing composition composed solely of the above- 
mentioned components, a new problem has been brought about that the copper surface after polishing is likely to be 

30 corroded. Further, when this composition for the second polishing was used for polishing a wafer having copper wirings, 
dishing was substantial, and it was not practically useful. 

[0017] The present invention has been made to solve the above problems. Namely, it is an object of the present 
invention to provide a polishing composition which is capable of polishing a tantalum<ontaining compound layer at a 
high stock removal rate and whereby the copper surface after the polishing will scarcely be corroded, and to provide 
35 a polishing process which is capable of suppressing dishing substantially 

MEANS TO SOLVE THE PROBLEMS 

[0018] In order to solve the above-described problems, the present Invention provides a polishing composition com- 
40 prising an abrasive, oxalic acid, an ethylenediamine derivative, a benzotriazole derivative and water, and not containing 
an oxidizing agent, and a polishing compositbn comprising an abrasive, oxalic acid, an ethylenediamine derivative, a 
benzotriazole derivative, water and hydrogen peroxide. 

[0019] Further, the above polishing compositions are preferably characterized in that the pH is within a range of from 
3 to 6, the abrasive is silicon dioxide, the abrasive is colloidal silica, the abrasive has a specific surface area of from 

45 50 to 300 m2/g and its content is from 10 to 200 gff. based on the polishing composition, the content of oxalic acid is 
within a range of from 0.001 to 0.01 rr\o\/e based on the polishing composition, the ethylenediamine derivative Is an 
ethylenediamine and its content is from 0.001 to 0.005 rr\o\/e based on the polishing composition, or the benzotriazole 
derivative is benzotriazole and its content is within a range of from 0.0004 to 0.002 moyi, based on the polishing 
composition. Further, the content of hydrogen peroxide is within a range of from 1 to 30 gf€, based on the polishing 

so composition. 

[0020] Further, in order to solve the above problems, the present invention provides a polishing process for forming 
a copper printed wiring, which is a polishing process for a semiconductor device containing a copper printed wiring in 
its interior and which comprises a first polishing step wherein polishing is completed immediately before reaching a 
barrier layer while a copper layer still slightly remains, and second and third polishing steps wherein the remaining 
ss copper layer and the barrier layer are polished, wherein in the second polishing step, a polishing composition containing 
hydrogen peroxide is used and all the copper layer to be removed, is renrK>ved by polishing, and then, in the third 
polishing step, a polishing composition not containing hydrogen peroxide is used and all the barrier layer to be removed, 
is removed by polishing. 
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100211 Further the polishing process is preferably characterized in that the amount of hydrogen peroxide in the 
pSng com'p'sS, in the second polishing step, is controlled depending upon the thickness o the ^er layer to 
be rerioved by the polishing in the second step, or depending upon the thickness of the copper layer to be removed 
and the thickness of the barrier layer to be removed by the polishing in the third step. ^u,^«i„^ 
fn the Ponshing process, the polishing composition used in the third polishing step preferably compnses an abrasive^ 
Exilic aciran ethylenediamine derivative, a benzotriazole derK^ative and water, and the polishmg compositK^n used 
°!:Te second polishing step preferably comprises an abrasive, oxalic acid, an ethylenediamine derivative, a benzotn- 

Srd p^nshing steps has a pH within a range of from 3 to 6. the abrasive in the polishing compos ion used in the 
Jecond aS third polishing steps is silicon dioxide, the abrasive in the polishing composrtion used in th« sec°"d ^^^^^^ 
SS polishing steps is coLal silica, the abrasK/e In the polishing composition used in the second and third polishing 
steps has a specSic surlace area of from 50 to 300 m^/g and Its content Is from 10 to 200 g/^. based the ,»hshi^^^^ 
WOsLn. the content of oxalic acid in the polishing composition used In the second and third P^^f r?,.^^^^^^^^^^^ 
wlin a range of from 0.001 to 0.01 mol/€. based on the polishing composHion, the '^y'^'^^;^^^^^^"^^^ 0 oSl 
poSing composition used in the second and third polishing steps, is ethylenediamine and its content is from aoOl 
To 0 005 mo7 based on the polishing composition, the benzotrlazole derivative in the pol^h.ng compositK^n used m 
^seco^d L tSpolishing steps' is benzotrlazole and its content is from 0.0004 to 0.002 rnoW.. based on me 
JSishTng compositk^. or the Ltent of hydrogen peroxide in the polishing composition used in the second polishing 
20 sieo is Within a range of Iromi lo 30 g/f. based onlhe polishing composition. r.^,,, ..„Hor 
[2.23^ Now, the pLent inventbn will be described In detail. The following descrlptKDn is intended to faclrtate under- 
standing of the present invention, and by no means restricts the present invention. 

As mentioned above, in the first aspect, the present Invention provides a polishing composition comprising 
LTalsJe, oxalic acid, an ethylenedemine derK^ative, a benzotrlazole derK^ative and water and not conta^ing an 
oxidiz ng agent, and in the second aspect, the present invention provides a polishing composition comprising an abra- 
Zt oxalic acid, an ethylenediamine derivative, a benzotrlazole derivative, water and hydrogen P-roxid^^ 
l^S] Furthe , in the third aspect, the present Invention provides a polishing process for forming « copper pr nt^ 
Swhereinpolishlngsteps employing the flrslandsecondaspectsofthepresent.nvent,onareeffect«/ely CO 

Nrelyl^^i TpSng process for a semiconductor device containing a copper printed wiring ,n its intenor and com- 
p^es a rL poTshIng step wherein polishing is completed immediately before reaching a barrier layer while a copper 
TaTer still Sghtly remains and second and third polishing steps wherein the remaining copper layer and the barrier 

Sl'T!!oI'dll to the third aspect of the present Invention, in the second polishing step, a polishing composition 
SnInSan oxSz nq i.e. the polishing composition according to the second aspect of the present inventK>n, 
is uTed and all the c^^^^ to be removed, is removed by polishing, and then, in the third polishing step^ a pol|sh.ng 
compos^on not conta^I^ing an oxidizing agent is used and all the barrier layer to be removed, is ^e';;°-f^2,fn ' S the 
HeTe this third polishing step Is not intended to reduce scratches on the Insulating layer or to reduce dishing of the 
copper wIrSgr described with respect to the conventional method, and is carried out simply f . '^r^ P";P°^« J 
removing the barrier layer (in the present invention, the barrier layer corresponds to the tantalum<ontain.ng compound 

" He^irir. the first aspect of the present Invention will be referred to simply as -first -entionVthe second 

LVpe?t of the present Invention will be referred to simply as "second invention", the "^^-^Pf 'rpTThl^Lh 
first and second inventions will be referred to simply as "composition of the present invention". Further, the polishing 
oriess Sordino to the third aspect of the present invention will be referred to as -polishing process of he present 
KnSn- whe eSe first polishing step, the second polishing step and the third polishing step ^^^^ -'^^^^^^^ 
Wollshing-, -second polishing- and third polishing-, and the polishing ability in ^^^^^ P°'.'^'^'"9^'f P 
to as -stock removal rate" Further, the composition of the present inventton and the polishing P^«;«;; ^'/'^ P^^^^^^ 
nvenlion may generally be referred loas "present Invention-. In the present invention, -a copper layer to be rernoved 
or -a ia riTr layer to be removed" means a copper layer or a barrier layer v^ich should not rerna.n at^r ccjnpM^^^^^^^ 
polishing to form copper wirings, and specKically. means the entire portion except for the portions embedded in the 

rS'T:;«rs; rntSnTovides a polishing composition characterized In that It exhib«s a low stock remova^ate 
LgainL copper layer, a high stock removal rate against a tantalum.:ontaining compound laye 

rate against an insulating layer. This polishing composition of the first invention is used for overpolish ng as the first 
55 pSnr?urther.itisalsoeLtiveasapolishingcompositlontobeusedforthesubsequentsecondpol^ 

onlv the tanlalum-conlaining compound layer is polished. 

Sgi The second invenfion provides a polishing composition whereby the copper layer removal rate can freely be 
an addition of hydrogen peroxide and which exhibits a high stock removal rate against a tantalum^ontain.ng 
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compound layer and a low stock removal rate against an insulating layer The polishing composition ot this second 
invention Is used for underpolishing as the first polishing, and it is also effective as a polishing composition for the 
subsequent second polishing, wherein the copper layer and the tantalum-containing compound layer are polished 
continuously and at substantially the same stock removal rate. 

5 [0030] The difference between the first and second inventions Is that in the first Invention, no oxidizing agent is 
contained, while in the second invention, hydrogen peroxide is incorporated as an oxidizing agent. Depending upon 
the presence or absence of this oxidizing agent, the stock removal rate against the copper layer changes, and by 
effectively controlling this change, it is possible to set a proper stock removal rate against the copper layer Namely, 
according to the first Invention, the stock removal rate against the copper layer Is set to be low. and according to the 

TO second invention, the stock removal rate against the copper layer can be freely set at an optional level by adjusting 
the amount of hydrogen peroxide to be added. 

[0031] As mentioned above, the composition of the present invention (common to the first and second inventions) 
Is a polishing composition which has a high stock removal rate against a tantalumK:ontaining compound layer, a low 
stock removal rate against an insulating layer (mainly a silica layer usually called a TEOS layer) and a corrosion proof 
15 function against the copper surface atter polishing. The high stock removal rate against the tantalum-containing com- 
pound layer is attributable to the incorporation of oxalic acid, as described hereinafter, and the low stock removal rate 
against the insulating layer is attributable to the incorporation of ethylenediamine as described hereinafter Further, the 
corrosion proof function against the copper surface after polishing is attributable to the incorporation ot benzotrlazole 
as described hereinafter 

20 [0032] The oxalic acid incorporated In the polishing composition of the present invenllon serves as a reducing agent 
in the polishing composition . The oxalic acid is believed to perform a function to again reduce the surface of the tanta lum- 
containing compound once oxidized during polishing. The surface oxidation against the tantalum-containing compound 
naturally proceeds also by an action of water in the polishing composition, as tantalum by Its nature is stable in an 
oxidized state. This oxide is formed only at the very surface of the tantalum-containing compound layer and constitutes 

25 a passive state. This passive state is meant for a phenomenon wherein the oxide at the surface serves as a protective 
layer whereby oxidation will not proceed Inwardly from the surface. 

[0033] The content ot this oxalic acid is usually within a range of from 0.001 to 0.01 mo\/l, preferably within a range 
of from 0.003 to 0.008, more preferably within a range of from 0.004 to 0.006 moVe, If the content of oxalic acid exceeds 
this range, such will give no influence over the stock removal rate against the tantalum-containing compound layer. 
30 but the pH of the composition tends to be tow, and corrosion of the copper layer is likely to be brought about, such 
being undesirable. On the other hand, if the content of oxalic acid is smaller than this range, the stock removal rate 
against the tantalum-containing compound tends to be low, such being undesirable. 

[0034] U.S. Patents 5,391 .258 and 5.476.606 disclose a polishing composition wherein a dibasic acid is incorporated 
as a compound which suppresses the rate of removal of silica. Whereas, oxalic acid used In the present Invenllon does 
35 not per se have a function to suppress the rate of removal of silica, and it rather has a function to increase such removal 
rate. 

[0035] The ethylenediamine derivative contained in the polishing composition of the present invention is preferably 
ethylenediamine. Ethylenediamine has a function to suppress the stock removal rate against the insulating layer This 
function is believed to be commonly owned by an ethylenediamine derivative. Such an ethylenediamine derivative 
40 may, for example, be ethylenediamine, N-methylethylenedlamine, N,N-dimethylethylenediamine, N.N-dimethylelhyl- 
enediamine, 1-fluoroethylenediamine, 1<;hloroethylenediamine, 1 -bromoethylenediamine. 1-iodoethylenediamine, 
1-phenylethylenediamine, ethylenetriamine. ethylenediamine II acetic acid, or salts thereof. 

[0036] By the incorporation of ethylenediamine. only the tantalum-containing compound layer can be polished without 
excessively polishing the insulating layer during the polishing operation. Ethylenediamine is incorporated to increase 

45 the pH of the polishing composition which has become strongly acidic by the above-mentioned incorporation of oxalic 
acid and to suppress the stock removal rate against the insulating layer By increasing the pH, the copper layer after 
polishing tends to be scarcely corroded, and further, the waste water treatment may thereby be facilitated. 
[0037] The content of ethylenediamine is usually within a range of from 0.001 to 0.005 mol/f, preferably within a 
range of from 0.002 to 0.04 mol/l!. based on the polishing composition. If the content of ethylenediamine exceeds this 

50 range, the copper layer surface atter polishing tends to be corroded, such being undesirable. On the other hand, if the 
content of ethylenediamine is smaller than this range, the stock removal rate against the insulating layer tends to be 
high, or the pH tends to be low. whereby the copper layer surface tends to be corroded, such being undesirable. 
[0038] Next, the benzotriazole derivative to be incorporated in the polishing composition of the present invention is 
preferably benzotriazole. Benzotriazole forms a protective layer on the copper layer surface and has a function to 

55 suppress the stock removal rate against the copper layer in addition to the corrosion preventton after polishing, and 
this function is believed to be commonly owned by a benzotriazole derivative. 

[0039] Such a benzotriazole derivative may. for example, be benzotriazole, 2-methylbenzotrlazole. 2-phenylbenzo- 
triazole. 2-ethylbenzotriazole or 2-propylbenzotrlazole. 
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[0040] The content of benzotriazole is usually from 0.0004 to 0.002 moW, preferably from 0.0006 to 0.0016 mol/f. 
more preferably from 0.0008 to 0.0012 mol//f. 

[0041] If the content of benzotriazole exceeds this range, the stock removal rate against the copper layer tends to 
be suppressed too much, and especially in the case of the polishing composition of the second invention, the stock 
5 removal rate against the copper layer can not be set. On the other hand, if the content of benzotriazole is smaller than 
this range, the corrosion preventive effect against the copper layer tends to be inadequate, and corrosion is likely to 
take place by copper oxide or copper hydroxide on the copper surface after polishing. 

[0042] The second invention provides a polishing composition containing hydrogen peroxide. The hydrogen peroxide 
serves as an oxidizing agent as mentioned above, and it oxidizes the copper layer surface and accelerates the stock 

10 removal rate. The hydrogen peroxide contains no metal bns and thus has little possibility of contaminating semicon- 
ductor devices, and yet, it has an adequate oxidizing power to oxidize the copper layer. The content of hydrogen 
peroxide is substantially proportional to the stock removal rate against the copper layer, and it is possible to freely set 
the stock removal rate by adjusting the content. However, the stock removal rate against the copper layer is related 
also to the content of the above-mentioned benzotriazole and is accordingly determined taking the contents of both 

15 components into consideration. 

[0043] The content of the hydrogen peroxide is usually within a range of from 1 to 30 g/r, preferably from 3 to 20 g/ 
based on the polishing composition. If the content of the hydrogen peroxide exceeds this range, the stock removal 
rate against the copper layer tends to be too high, such being undesirable. On the other hand, if the content of the 
hydrogen peroxide is smaller than this range, the stock removal rate against the copper layer tends to be too small. 

20 such being undesirable. 

[0044] The abrasive contained in the present invention has a role as so-called abrasive grains and senses to perform 
mechanical polishing in the CMP processing. In a conventional polishing composition to be used for the CMP process, 
the abrasive may usually be, for example, silicon dioxide, aluminum oxide, cerium oxide, silicon nitride, zirconium 
oxide, silicon carbide, or manganese dioxide. Among these, as an abrasive to be used in the present invention, those 

25 which are stable even in the presence of additives such as oxalic acid, ethylenediamine. benzotriazole and hydrogen 
peroxide, are preferred. Accordingly, it is preferred to employ silicon dioxide which is chemically stable against these 
additives. 

[0045] Further, it is preferred to employ an abrasive in a colloidal slate with a uniform small particle size in order to 
reduce precipitation of the abrasive in the polishing composition during the storage and to prevent formation of scratches 

30 on the object to be polished, due to the abrasive. Namely, as the abrasive, colloidal silica is preferred. There are two 
types of colloidal silica i.e. one obtained by particle growth of ultrafine particle colloidal silica obtained by ion exchange 
of sodium silicate, and the other produced by hydrolyzing an alkoxysilane with an acid or alkali (colloidal silica made 
by a so-called sot-gel method). Among these, the colloidal silica made by the sol-gel method is preferred, since a 
product of high purity is available. 

35 [0046] The specific surface area of the colloidal silica is usually within a range of from 50 to 300 nri2/g, preferably 
from 70 to 150 m2/g. In the present invention, the specific surface area is meant for a value measured by a so-called 
nitrogen adsorption method (BET method), and this specific surface area represents the primary particle size. Namely 
the primary particle size of the abrasive in the present invention can be obtained by the fomnula of primary particle size 
= 2727/(specific surface area), and the primary particle size corresponding to the specific surface area of from 50 to 

40 300 m^/g, will be from 9 to 55 nm. 

[0047] If the specific surface area of the abrasive is smaller than this range, the action of mechanical polishing tends 
to be large, whereby the stock removal rate against the insulating layer or the copper layer tends to be too high, or the 
surface roughness of the polished surface tends to be targe, or scratches are likely to be formed, such being undesir- 
able. On the other hand, if the specific surface area is larger than this range, the action of mechanical polishing tends 

45 to be small, and the stock removal rate against the tantalum-containing compound layer lends to be snr^ll, such being 
undesirable. 

[0048] The content of the abrasive in the polishing composition of the present invention is usually from 10 to 200 g/ 
e, preferably from 30 to 100 g/f . based on the polishing composition. If the content of the abrasive is smaller than this 
range, the mechanical polishing power tends to be low, and the stock removal rate against the tantalum-containing 
50 compound layer tends to be tow. such being undesirable. On the other hand, if the content of the abrasive exceeds 
this range, the mechanical polishing power tends to be strong, and the stock removal rate against the insulating layer 
tends to be large, such being undesirable. 

[0049] The pH of the polishing composition of the present invention is usually within a range of from 3 to 6, preferably 
within a range of from 4 to 5. As mentioned above, by neutralizing the pH, corrosion of the copper layer surface can 
55 be avoided. On the other hand, if the pH is increased too much, the stock removal rate against the tantalum-containing 
compound also decreases. In such a trade-off situation, a proper performance is obtainable within this range. Namely 
if the pH is smaller than this range, the copper layer surface is likely to be corroded. On the other hand, if the pH 
exceeds this range, the stock removal rate against the tantalum-containing compound tends to be low. such being 
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undesirable. 

[0050] The oxidizing agent which is menlioned but must not be contained in the first inventbn, is meant for a com- 
pound which acts on the copper layer surface to form copper oxide or copper hydroxide. Specifically, it may. for example, 
be hydrogen peroxide, urea, iron ions, cerium ions, chlorine, bromine or nitric acid. 
5 [00S1] The medium for the polishing composition of the present invention is water. The water is preferably one having 
impurities removed as far as possible, so that the above-described additives can accurately perform their roles. Namely, 
distilled water or water obtained by removing impurities by an ion exchange resin and removing suspended matters 
through a filter, is preferred. 

[0052] According to the first invention, a low stock removal rate can be realized for polishing of the copper layer and 
10 the insulating layer, while a high stock removal rate can be realized for polishing of the tantalum<ontaining compound 
layer The stock removal rates are such that in the case of a blanket layer (a layer having only a copper. layer, a tantalum 
layer or an insulating layer formed without any pattern), the copper removal rate is usually at most 100 AAnin. the 
tantalum removal rate is usually at least 400 A/min, and the insulating layer (silica layer) removal rate is usually at most 
300A/min. 

15 [0053] A specific method of using the polishing conrposition of the first invention will be shown below. . 

[0054] In the tirst polishing, using a common abrasive, removal by polishing of all the copper layer to be renrraved 
(overpolishing) is carried out, and then, using the polishing composition of the first invention, all the barrier layer to be 
removed, is removed by polishing. By this method, polishing can be carried out without increasing the dishing of the 
copper wiring portions formed by the first polishing. 

20 [0055] According lo the second invention, a low slock removal rale can be realized for polishing of an insulating 
layer a high stock removal rate can be realized for polishing a tantalum-containing compound layer, and further, for 
polishing the copper layer, the stock removal rate can freely be ^adjusted by changing the amount of hydrogen peroxide 
to be incorporated. The stock removal rates are such that against the respective blanket films, the copper removal rate 
is usually from 300 to 1,000 A/min, the tantalum removal rate is usually at least 400 A/min. and the insulating layer 

25 (silica layer) removal rate is usually at most 300 A/min. 

[0056] A specific method of using the polishing composition of the second invention will be shown below. 
[0057] In the first polishing, using a common abrasive, the copper layer to be removed, is removed by polishing so 
that only the surface layer will remain (underpolishtng), and then, using the polishing composition of the second inven- 
tion, the remaining copper layer to be removed and the barrier layer to be removed are all removed by polishing. 

30 According to this method, there will be no substantial dishing of the copper wiring portions after the first polishing, and 
in the second polishing, by adjusting the stock removal rate against copper, the stock removal rates against the copper 
layer and the barrier layer can be brought to be substantially the same, whereby dishing of the copper wiring portions 
can be improved over the above-described overpolishing method. However, with the polishing composition of the sec- 
ond invention, dishing of the copper wiring portions will form to some extent due to the difference in the stock removal 

35 rate as between the copper layer and the insulating layer 

[0058] Now. the polishing process of the present invention will be described in further detail. 
[0059] Namely, in the first polishing, using a common abrasive, the copper layer to be removed is removed so as to 
leave only a thin skin (underpolishing). Then, in the second polishing, using the polishing composition of the second 
invention, the remaining copper layer to be removed is all removed by polishing, and then in the third polishing, using 

40 the polishing composition of the first invention, the barrier layer to be removed is all removed by polishing. 

[0060] According to this process, after the first polishing, there will be no substantial dishing of copper wiring portions, 
and in the second polishing, by adjusting the stock removal rate against copper, the stock removal rates against the 
copper layer and the barrier layer can be brought to substantially the same level, whereby there will be no substantial 
dishing also in the second polishing. Thereafter, in the third polishing, the copper removal rate is suppressed, whereby 

45 dishing of the copper wiring portions will not increase, and dishing will rather be improved corresponding to the amount 
of removal of the barrier layer. Accordingly, as compared with polishing employing either one of the polishing compo- 
sition of the first Invention or the polishing composition of the second invention, a superior polished surface can be 
obtained by sequenlially using and controlling the two types of the polishing compositions of the present invention in 
accordance with the polishing process of the present invention. 

50 [0061] Further, in the polishing process of the present invention, the first invention and the second invention differ 
only with respect to the presence or absence of hydrogen peroxide, whereby polishing can be accomplished efficiently 
as described below even though polishing is carried out till the third polishing. Namely, the polishing composition of 
the first invention is preliminarily prepared, and in the second polishing, hydrogen peroxide is added to the polishing 
composition of the first invention at the same time as the initiation, in a controlled predetermined anriount at the operation 

55 site, to prepare the polishing composition of the second invention, and the copper layer to be removed, is polished. 
Then, in the third polishing, mixing of hydrogen peroxide is stopped, and using the polishing composition of the first 
invention, polishing is carried out until the barrier layer is removed. According to this process, the polishing composition 
can continuously be changed from "the second invention" for the second polishing to the first invention" for the third 
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polishing, whereby the control is easy, and such change can be carried out on the same polishing table. 
[0062] The polishing compositions of the present invention are usually prepared by mixing and dispersing in water 
the above-mentioned respective components, i.e. abrasive grains, oxalic acid, ethylenediamine. benzotriazole. and. 
in the case of the second invention, hydrogen peroxide. The abrasive grains are uniformly dispersed in the composition 
5 to form a suspension, and other components are dissolved in water. An optional method may be employed to mix such 
compositions. For example, they may be stirred by a vane-type stirrer, or they may be dispersed by ultrasonic wave 
dispersion. 

[0063] Further, as mentioned above, the first invention is prepared preliminarily, and at the time of use, it may be 
adjusted to the composition of the second invention, as the case requires. 

10 [0064] Further, the polishing composition of the present invention may be prepared, stored or transported in the form 
of a stock solution having a relatively high concentration, so that it may be diluted for use at the time of actual polishing 
operation. The above-mentioned preferred range for the concentration is one for the actual polishing operation. Need- 
less to say, in the case of adopting such a method of use, the stock solution during the storage or transportation is a 
solution having a higher concentration. 

IS [0065] The contents of various components as defined for the compositions of the present invention represent the 
contents in the compositions finally prepared lor polishing. Namely, when hydrogen peroxide is added for incorporation 
of an oxidizing agent immediately prior to the polishing or when ethylenediamine is added to adjust the pH, the vanous 
contents are defined as a composition having such additional amounts added. Likewise, the contents in the composi- 
tions shown in the Examples given hereinafter, represent the contents in the final compositions immediately prior to 

20 the polishing operations. 

[0066] Now. the practical embodiments of the present invention will be described in detail with reference to Examples. 
However, it should be understood that the present invention is by no means restricted to such specific Examples. 



25 



55 



EXAMPLE 1 



[0067] Using, as abrasive grains, colloidal silica (specific surface area: 95 rn^/g) prepared by a sol-gel method, a 
polishing composition was prepared to have the proportions as identified in Table 1. As an oxidizing agent, hydrogen 
peroxide was used, and using as such hydrogen peroxide a commercially available 31% aqueous solution, 3 g/i as 
pure hydrogen peroxide was mixed immediately prior to polishing in the case of "Oxidizing agent, Present". 
30 [0068] As objects to be polished, a 6 inch silicon wafer having a copper layer formed in a thickness of 10,000 A by 
sputtering, a 6 inch silicon wafer having a tantalum-layer formed in a thickness of 2,000 A by sputtering and a 6 inch 
silicon wafer having a silica layer (TEOS layer) formed in a thickness of 10,000 A by CVD. were used, and the layer- 
formed side of each wafer was polished. The polishing method was as follows. 

35 Polishing conditions 

[0069] 

Polishing machine: AVANTI 472 (manufactured by IPEC Westech Co.) 

40 Polishing pad: IC-1000 (manufactured by Rodel Nitla Co.) 

Polishing time: 1 min. 

Platen rotational speed: 30 rpm 

Carrier rotational speed: 30 rpm 

Down force: 3.0 psi (about 21 1 g/cm^) 

45 Polishing composition supply feed rate: 1 50 ml/€ 

[0070] After polishing, the wafer was sequentially washed and dried, and the stock removal rate was obtained by 
the following method. 

50 Copper layer and tantalum layer removal rates: Resistance type thickness measuring apparatus RS-35C (manu- 

factured by KLA-Tencor Co.) 

Silica layer removal rate: Optical thickness measuring meter Lambda-A (manufactured by Dainippon Screen K.K.) 
Measuring method: 49 points were measured in the diameter direction of the wafer. The stock removal rate was 
calculated from the difference in thickness as between before and after polishing. 



[0071] Then, the copper layer wafer after polishing was observed by an optical microscope. The results are shown 
in Table 1 together with the composition of the polishing composition. Evaluation in Example 1 was made in accordance 
with the following standards. 
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Evaluation standards 
[0072] 

5 ©: No corrosion of copper observed. 

O: Very small corrosions with a diameter of not more than 0.5 jam observed, 
x; Corrosions with a diameter exceeding 0.5 nm observed. 
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[0073] The following has become apparent from the results of Table 1 . Firstly, in a case of No. 1 where no abrasive 
is incorporated, substantially no adequate stock removal rate can be obtained against any one of copper, tantalum and 
insulating layers. Further, in a case of No. 8 where no oxalic acid is incorporated, no adequate stock removal rate can 
be obtained against tantalum. In a case of No. 17 where noethylenediamine is incorporated, the insulating layer removal 
5 rate is high, and if this is adopted in a practical copper CMP process, it is likely that the insulating layer will be polished 
more than. necessary. In a case of No, 24 where no benzotriazole is incorporated, after the polishing, corrosion is 
observed on the surface of copper 

[0074] Further, from the results of Examples, the functions of the respective components are considered to be as 
follows. 

10 [0075] Namely, with respect to the abrasive, as its content increases, the stock removal rate against each layer will 
increase. Accordingly, the stock removal rate against each layer can be adjusted by the content of the abrasive. Oxalic 
acid changes the stock removal rate against the tantalum layer Ethylenediamtne serves to lower the stock removal 
rale against the insulating layer and benzotriazole serves to prevent corrosion of the copper layer after polishing. 

15 EXAMPLE 2 

[0076] Using, as abrasive grains, colloidal silica {specific surface area: 110 m^/g) prepared by a sol-gel method, a 
polishing composition was preliminarily prepared so that as the final composition, the abrasive grain concentration 
would be 50 g/f , the oxalic acid concentration would be 0.005 mol/^ , and benzotriazole would be 0.0007 mol/f . Then, 
20 elhylenediamine was added lo adjust the pH as identified in Table 2. Further two types of compositions were prepared 
so that one type contained 3 g/f. of hydrogen peroxide and the other type contained no hydrogen peroxide. Then, 
polishing tests were carried out in the same manner as in Example 1. The results of the tests are shown in Table 2. 
When the pH is low. corrosion tends to form on the copper surface after polishing. On the other hand, if it is high, the 
tantalum removal rate tends to be low. 
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EXAMPLE 3 

[0077] Coltoidal silica (prepared by a sol-gel methcxl) having a specific surface area as identified in Table 3 was 
prepared. Then, a polishing composition was prepared so that as the final composition of the polishing connposillon, 
5 the abrasive grain concentration was 50 g/€, the oxalic acid concentration was 0.005 mol/f . the ethylenediannine con- 
centration was 0.003 mol/f . and the benzotriazole concentration was 0.0008 nrwl/f . Then, polishing tests were carried 
out in the same manner as in Example 1 . The results are shown in Table 3. 
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[0078] When the specific surface area was set to be small, the stock removal rate against each layer increased. 
However, in No. 39, relatively shallow scratches which would bring about no serious problem, were observed on the 
surface after polishing. On the other hand, if the specific surface area becomes large, the stock removal rate tends to 
be small against all of the layers. 

5 

EXAMPLE 4 

[0079] Colloidal silica (prepared by a sol-gel method) having a specific surface area of 80 g/^, was prepared. Then, 
a polishing composition was prepared so that as the final composition of the polishing composition, the abrasive grain 
10 concentration was 50 g//?. the oxalic acid concentration was 0.006 mol/f , the ethylenediamine concentration was 0.003 
mol/f and the benzotriazole concentration was 0.0008 mol/^. Then: hydrogen peroxide was added so that the concen- 
tration of hydrogen peroxide would be as shown in Table 4, to prepare a polishing composition. Using the polishing 
composition, polishing tests were carried out in the same manner as in Example 1. 

[0080] The results of the polishing tests are shown in Table 4. From the test results, it was found that as the content 
IS of hydrogen peroxide increased, the copper layer removal rate increased, while the tantalum layer removal rate and 
the insulating layer removal rate were substantially constant or slightly decreased. 
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EXAMPLE 5 

[bOdI] For the first polishing, a polishing composition comprising 100 g/^ of colloidal silica. 0.1 moi/^ of glycine and 
6 g/f of hydrogen peroxide, was prepared. Using this polishing composition for the first polishing, the copper layer 

5 portion of a CMP test wafer for forming a copper printed wiring (926 wafer having a copper layer formed In a thickness 
of 15,000 A, manufactured by SEMATECH) was removed by polishing in a thickness of about 13,000 A. Then, a 
polishing composition as identified in No. 28 in Example 1 was prepared, and firstly, hydrogen peroxide was added, 
and the copper layer portion to be removed was polished so that the second polishing was completed when all of the 
copper layer portion to be removed, was removed. Then, using the same polishing composition as used In the second 

10 polishing except that no hydrogen peroxide was incorporated, only the tantalum layer was polished, and the third 
polishing was completed when all of the tantalum layer portion to be removed, was polished off. 
[0082] All of the polishing operations were carried out under the following polishing conditions. 



IS 



Polishing conditions 
[0083] 

Polishing machine: AVANTI 472 (manufactured by IPEC Westech Co.) 

Polishing pad: IC-1000 (manufactured by Rodel NItta Co.) 

20 Platen rotational speed: 30 rpm 

Carrier rotational speed: 30 rpm 

Down force: 3.0 psi 

Polishing composition supply feed rate: 150 ml/f 

2S Then, dishing of a copper wiring portion with a center chip width of 50 m was measured by means of a profiler (P-2. 
manufactured by KLA-Tencor). As a result, the dishing degree was 350 A. 

COMPARATIVE EXAMPLE 1 

30 [0084] In the same manner as In Example 5. a polishing composition for the first polishing was prepared, and a 
copper layer portion of a CMP test wafer for forming a copper printed wiring, was removed by polishing In a thickness 
of about 13.000 A. Then, the same polishing composition for the second polishing (containing hydrogen peroxide) as 
in Example 5. was prepared, and all of the copper layer portions to be removed were polished ofl. Further continuously, 
the tantalum film portions to be removed were all polished off to complete the second polishing. The polishing conditions 

35 were the same as in Example 5. The dishing was measured, and as a result, the dishing degree was 1 ,400 A. 

COMPARATIVE EXAMPLE 2 

[0085] The same polishing composition for the first polishing as used in Example 5, was prepared. Using the polishing 
40 composition, the copper layer portion of a CMP test wafer for forming a copper printed wiring, was polished, and the 
polishing was completed when all of the copper layer portions to be removed, were removed by polishing. Then, the 
same polishing composition for the third polishing (containing no hydrogen peroxide) as in Example 5 was prepared, 
and all of the tantalum layer portions to be removed were polished off to complete the second polishing. The polishing 
conditions were the same as in Example 5. 
45 [0086] The dishing was measured, and as a result, the dishing degree was 2,200 A. 

EFFECTS OF THE INVENTION 

[0087] The polishing compositions of the present Invention provide polishing compositions suitable for the second 
so polishing and third polishing, which are excellent in the corrosion resistance against the copper layer and which provide 
a high stock removal rate against the tantalum-containing compound, in a CMP process for producing semiconductor 
devices containing a copper layer and a tantalum-containing compound. Further, the polishing process of the present 
invention provides a polishing process whereby a good dishing slate can be obtained by controlling the amount of 
hydrogen peroxide in the polishing composition so that in the second polishing, a proper amount of hydrogen peroxide 
ss is added, and in the third polishing, hydrogen peroxide Is removed. 
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Claims 

1 . A polishing composition comprising the following components and not containing an oxidizing agent: 

(a) an abrasive, 

(b) oxalic acid. 

(c) an ethylenediamine derivative. 

(d) a benzotriazole derivative, and 

(e) water 

2. A polishing composition comprising the tollowing components: 



(a) an abrasive, 

(b) oxalic acid, 

75 (c) an ethylenediamine derivative. 

(d) a benzotriazole derivative, 

(e) water, and 

(f) hydrogen peroxide. 
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3. The polishing composition according to Claim 1 or 2. which has a pH within a range of from 3 lo 6. 

4. The polishing composition according to any one of Claims 1 to 3. wherein the abrasive is silicon dioxide. 

5. The polishing composition according to any one of Claims 1 to 4. wherein the abrasive is colloidal silica. 

6 The polishing composition according to any one of Claims 1 to 6, wherein the abrasive has a specific surface area 
of from 50 to 300 m2/g and Its content is from 10 to 200 g/l, based on the polishing composition. 

7. The polishing composition according to any one of Claims 1 to 6. wherein the content of oxalic acid is within a 
30 range of from 0.001 to 0.01 mol/l. based on the polishing composition. 

8 The polishing composition according to any one of Claims 1 to 7. wherein the ethylenediamine derivative is eth- 
ylenediamine and its content is from 0.001 to 0.005 mol/l. based on the polishing composition. 

35 9 The polishing composition according to any one of Claims 1 to 8, wherein the benzotriazole derivative is benzot- 
riazole and its content is from 0.0004 to 0.002 mol/l. based on the polishing composition. 

10. The polishing composition according to any one of Claims 2 to 9. wherein the content of hydrogen peroxide is 
within a range of from 1 to 30 g/1. based on the polishing composition. 

11 A polishing process for forming a copper printed wiring, which is a polishing process for a semiconductor device 
' containing a copper printed wiring in its interior and which comprises a first polishing step wherein polishing is 

completed immediately before reaching a barrier layer while a copper layer still slightly remains, and second and 
third polishing steps wherein the remaining copper layer and the barrier layer are polished, wherein in the second 
polishing step, a polishing composition containing hydrogen peroxide is used and all the copper layer to be re- 
moved, is removed by polishing, and then, in the third polishing step, a polishing composition not containing hy- 
drogen peroxide is used and all the barrier layer to be removed. Is removed by polishing. 

12 The polishing process accordingto Claim 11 . wherein the amount of hydrogen peroxide in the polishing composition 
so ' in the second polishing step, is controlled depending upon the thickness of the copper layer to be removed by the 

polishing in the second step, or depending upon the thickness of the copper layer to be removed and the thickness 
of the barrier layer to be removed by the polishing in the third step. 

13. The polishing process according to Claim 11 . wherein the polishing composition used in the third polishing step. 
55 comprises the following components and does not contain an oxidizing agent: 

(a) an abrasive, 

(b) oxalic acid, 
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(c) an ethylenediamine derivative. 

(d) a benzo1ria7ole derivative, and 

(e) water. 

s 14. The polishing process according to Claim 11 or 12. wherein the polishing composition used in the second polishing 
step, comprises the following components: 

(a) an abrasive, 

(b) oxalic acid, 

^0 (c) an ethylenediamine derivative. 

(d) a benzotriazole derivative, 

(e) water, and 

(f) hydrogen peroxide. 

15 15. The polishing process according to any one of Claims 11 to 13, wherein the polishing composition used in the 
second and third polishing steps has a pH within a range of from 3 to 6. 

16. The polishing process according to any one of Claims 11 to 14, wherein the abrasive in the polishing composition 
used in the second and third polishing steps is silicon dioxide. 

20 

17. The polishing process according to any one of Claims 11 to 15. wherein the abrasive in the polishing composition 
used in the second and third polishing steps is colloidal silica. 

18. The polishing process according to any one of Claims 11 to 15, wherein the abrasive in the polishing composition 
25 used in the second and third polishing steps, has a specific surface area of from 50 to 300 m^/g, and its content 

is from 10 to 200 g/l. based on the polishing composition. 

19. The polishing process according to any one of Claims 11 to 17, wherein the content of oxalic acid in the polishing 
composition used in the second and third polishing steps, is within a range of from 0.001 to 0.01 mol/1, based on 

30 the polishing composition. 

20. The polishing process according to any one of Claims 11 to 18, wherein the ethylenediamine derivative in the 
polishing composition used in the second and third polishing steps, is ethylenediamine and its content is from 
0.001 to 0.005 mol/l, based on the polishing composition. 

35 

21. The polishing process according to any one of Claims 11 to 19. wherein the benzotriazole derivative in the polishing 
composition used in the second and third polishing steps, is benzotriazole and its content is from 0.0004 to 0.002 
mol/l, based on the polishing composition. 

40 22. The polishing process according to any one of Claims 11 to 19, wherein the content of hydrogen peroxide in the 
polishing composition used in the second polishing step, is within a range of from 1 to 30 g/l, based on the polishing 
composition. 
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